PATENT ABSTRACTS OF JAPAN 



(1 1 )Publication number : 1 1 -262683 r 

(43) Date of publication of application : 28.09.1999 / 



(51)lntCL 




B01J 23/63 
B01D 53/94 
B01J 32/00 




(21) Application number 


1O-O70009 / 


(71)Applicant : 


TOYOTA MOTOR CORP 


(22)Date of filing: 


19.03.1998 / 


(72)lnventor : 


YAMASHITA KOICHI 






TSUJI SHINJI 



(54) EXHAUST GAS CLEANING CATALYST AND PRODUCTION THEREOF 

(57)Abstract 

PROBLEM TO BE SOLVED: To provide a high heat resistant catalyst capable of more 
suppressing sintering of PL 

SOLUTION: This catalyst is constituted of both a particulate carrier 1 consisting of 
oxide and a Pt complex oxide layer 2 formed on the surface of the carrier 1. In this 
case, since a contact area of the Pt complex oxide with the carrier 1 becomes larger, 
compared to the case in which the particulate Pt complex oxide is mixed with the 
particular carrier 1, a suppressing work of sintering of the Pt complex oxide due to the 
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CLAIMS 



[Claim(s)] 

[Claim 1] The catalyst for emission gas purification characterized by becoming oxide support and the platinum multiple oxide layer 
formed in this oxide carrier surface more. 

[Claim 2] The manufacture approach of the catalyst for emission gas purification characterized by forming a platinum multiple oxide 
layer in this oxide carrier surface by mixing oxide support in the solution which dissolved the alkoxide containing platinum, hydrofyzing 
this alkoxide, and subsequently calcinating. 
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DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[Field of the Invention] This invention relates to the catalyst for emission gas purification, the catalyst for emission gas purification 
with which degradation of the purification engine performance was prevented also in detailed hot lean atmosphere about the 
manufacture approach, and its manufacture approach. 
[0002] 

[Description of the Prior Art] Noble metals, such as platinum (PO, a rhodium (Rh), and palladium (Pd), are used as a catalyst 
component and these noble metals are supported by oxide support such as an alumina (aluminum 203), and are used for the catalyst 
for emission gas purification arranged conventionally at exhaust air systems, such as an automobile. In order Pt is generous in resource 
compared with Rh especially and to show high catalytic activity compared with Pd, Pt is mainly used for the catalyst for emission gas 
purification for automobiles. 

[0003] However, Pt oxidizes in hot lean atmosphere and has the problem that surface area decreases by sintering and catalytic activity 
falls remarkably. Moreover, since it is in improvement in an engine performance in recent years, the increment in high-speed transit 
and the inclination for exhaust gas temperature to become still higher by strengthening of emission control etc. further, development of 
a means to control sintering of Pt is called for strongly. 

[0004] Then, the applicant for this patent has proposed Pt the lanthanoids. or the catalyst using a perovskite mold multiple oxide with 
an alkaline earth metal in JP,62-277150,A previously. According to this catalyst since the heat deterioration of Pt and alloying are 
controlled compared with 20Pt/aluminum3 conventional catalyst endurance improves sharply. However, exhaust gas temperature in 
recent years is very high, and is also set for the catalyst of an indication at JP.62-2771 50A In the field exceeding 900 degrees C, a 
perovskite mold multiple oxide will begin a pyrorysis. Therefore, in order to cope with the further eleyatecHernperatureHzation of future 
exhaust gas temperature, it is necessary to enable it to control sintering of Pt also in a field which exceeds 1000 degrees C. 
[0005] Then, inventiorHn^this-application persons inquired wholeheartedly, and have proposed the catalyst which comes to mix the 
powder and 20gamma-aluminum 3 powder which consist of a Pt multiple oxide containing one sort or two sorts or more of elements 
chosen from Pt an alkaline earth element or a periodic-table 3A group element in JP.10-358A According to this catalyst since Pt is 
incorporated during the crystal of a multiple oxide and is stable, the high thermal resistance of 1000 degrees C or more can be 
attained. 
[0006] 

[Problem(s) to be Solved by the Invention] However, even rf it is the catalyst of the indication to JP.10-358A it becomes clear that a 
certain amount of sintering arises in Pt multiple oxide in hot lean atmosphere, and controlling sintering of Pt further is called for. This 
invention is made in view of such a situation, and it aims at being able to control sintering of Pt further and making it into the catalyst 
of high thermal resistance. 
[0007] 

[Means for Solving the Problem] The description of the catalyst for emission gas purification of this invention which solves the above- 
mentioned technical problem is to become oxide support and Pt multiple oxide layer formed in the oxide carrier surface more. 
Moreover, the optimal description of the manufacture approach of the catalyst for emission gas purification of this invention for 
manufacturing the above-mentioned catalyst is by mixing oxide support in the solution which dissolved the alkoxide containing Pt 
hydrolyzing an alkoxide, and subsequently calcinating to form Pt multiple oxide layer in an oxide carrier surface. 
[0008] 

[Embodiment of the Invention] According to research of this invention persons, sintering in the hot oxidizing atmosphere of Pt multiple 
oxide was the largest when it was Pt multiple oxide independent when it mixed with oxide support that whose sintering decreases was 
still large, and when Pt multiple oxide layer was formed in an oxide carrier surface in the shape of a thin film, it was found out that 
sintering is controlled most This invention is made based on this discovery. 

[0009] That is, Pt multiple oxide layer is formed in the oxide carrier surface with the catalyst for emission gas purification of this 
invention. Compared with the case where particle-like Pt multiple oxide and oxide support are mixed by this, the touch area of Pt 
multiple oxide and support becomes large, and it is thought that sintering of Pt multiple oxide is controlled, a kind chosen from an 
alumina, a silica, a titania, a zirconia, Seria. a silica alumina, etc. as oxide support — or two or more sorts can be mixed and used. 
However, these oxides may react with the alkaline earth metal in Pt multiple oxide, the structure of Pt multiple oxide may change, and 
catalytic activity may falL Therefore, it is desirable to use the multiple oxide with which the oxide support itself contains alkaline earth 
metal. Sincethe reaction of oxide support and Pt multiple oxide is controlled by this, the endurance of a catalyst improves further. 
[0010] It is desirable to use the multiple oxide which consists of an alumina, a silica, a titania, a zirconia, Seria, a silica alumina, etc. 
alkaline earth metal, or a lanthanoids as such multiple oxide support The desirable percentage is X:M=1 at a mole ratio, when aluminum, 
Si. Ti, Zr, Ce, etc. are expressed with M and alkaline earth metal or a lanthanoids is expressed with X. : The range of 0.3-1:20 is 
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desirable, and it is X:M=1. : Especially therange of 0.5*1:4 is desirable. 
[001 1] Although the specific surface area of oxide support is so desirable that it is high, an important thing is that specific surface area 
does not change before and behind durability, rf specific surface area does not change before and behind durability, effectiveness about 
[ 1 5m ] with sufficient 2/g can be acquired. As a Pt multiple oxide which constitutes Pt multiple oxide layer, the multiple oxide 
expressed with the following chemical formulas, for example is illustrated. 

(1) X4Pt06 (X =Ca,Sr,Ba,Mg) 

(2) X'Pt207 Sc, U and Pr make a pie KUROA system in this (X'= Sc. La, Pr) case. 

(3) SrX"Pt06 These (X* -Co, nickel, Cu) One Sr of Sr4Pt06 is permuted. 

(4) Ba2ZPt06(Z =Pr,Ce) 

(5) What Cu, nickel, CO, Fe, etc. contained further can be preferably used for Ba8Y3Pt 401 7.5 and the above-mentioned Pt multiple 
oxide. By compouncHzing such a base metal, the endurance of a catalyst improves further. For example, X's instantiation of what 
contains Cu further by Ba mentions Ba4CuPt 209. Ba2Y2CuPt08, Ba2Y2Cu2PtO10, Ba3Y2Cu2PtO10. Ba1.3Sr1.7Y2Cu2PtO10. 
Ba2Ho2CuPt08, Ba2Ho2Cu2PtO10, Ba2Er2CuPt08, Ba3Er2Cu2PtO10, etc. 

[0012] As for the thickness of Pt multiple oxide layer, it is desirable to be referred to as 0.05 micrometers or less, and especially its 
thing to consider as the thickness of primary particle order is desirable. If the thickness of Pt multiple oxide layer becomes thick, it is 
not desirable in order for sintering between the aggregated particles in Pt multiple oxide layer to arise. Since the number of Pt ion 
which exists in the specific surface area and the front 'race of a catalyst is proportional with the catalyst for emission gas purification 
of this invention, specific surface area will be desirable, so that it is large. In order to enlarge specific surface area, it is desirable to 
form thin film-like Pt multiple oxide layer in the front face using the detailed particle-like oxide support more than specific-surface- 
area of 15m 2/g, as described above. Thus, in order to form thin film-Hike Pt multiple oxide layer, the alkoxide method (sol-gel method) 
or vapor phase cracking can be used. 

[001 3] So, by the manufacture approach of this invention for being stabilized and manufacturing the catalyst for emission gas 
purification of this invention, oxide support is mixed in the solution which. dissolved the alkoxide which contains Pt first, and Pt multiple 
oxide layer is formed in an oxide carrier surface by hydroiyzing an alkoxide and subsequently calcinating. That is, by the manufacture 
approach of this invention, Pt multiple oxide layer is formed by the alkoxide method (sohgel method). By the alkoxide method, an oxide 
is formed by calcinating the oxide precursor which the alkoxide was dissolved in solvents, such as alcohol, it considered as the solution, 
and the oxide precursor which is a solid hydroxide was deposited by hydrolysis and aging, and subsequently deposited. Therefore, in the 
manufacture approach of this invention, the hydroxide formed of hydrolysis and aging deposits on the front face of the oxide support 
which lives together, and Pt multiple oxide is formed in the front face of particle-like support as a thin film-like Pt multiple oxide layer 
by calcinating it 

[0014] The thing same as oxide support used for the manufacture approach of this invention as the oxide support used for the catalyst 
for emission gas purification of this invention can be used, namely, a kind chosen from an alumina, a silica, a titania, a zirconia, Seria, a 
silica alumina, etc. — or two or more sorts can be mixed and used However, these oxides may react with the alkaline earth metal in Pt 
multiple oxide, the structure of Pt multiple oxide may change, and catalytic activity may fall. Therefore, it is desirable to use the 
multiple oxide with which the oxide support itself contains alkaline earth metal. Since the reaction of support and Pt multiple oxide is 
controlled by this, the endurance of a catalyst improves further. 

[001 5] It is desirable to use the multiple oxide which consists of an alumina, a siDca, a titania, a zirconia, Seria, a silica alumina, etc. 
alkaline earth metal, or a lanthanoids as such multiple oxide support The desirable percentage is X:M=1 at a mole ratio, when aluminum, 
Si, It, Zr, Ce, etc. are expressed with M and alkaline earth metal or a lanthanoids is expressed with X. : The range of 0.3-1:20 is 
desirable, and it is X:M=1. : Especially the range of 0.5-1:4 is desirable. 

[001 6] Although the specific surface area of oxide support is so desirable that it is high, an important thing is that specific surface area 
does not change before and behind durability. If specific surface area does not change before and behind durability, effectiveness about 
[ 15m ] with sufficient 2/g can be acquired, moreover, as a solvent which dissolves an alkoxide, it is independent about various alcohol 
— it is — although two or more kinds can be mixed and it can use, it is desirable to use the mixed solvent of the ether and alcohol. A 
deposit of Pt acetylacetonato at the time of hydrolysis is controlled by this, and homogeneous gel is obtained. In addition, according to 
the class and amount of the alkoxide to be used, various selections of the class and mixing ratio of the ether and alcohol can be made. 
[0017] the catalyst of obtained this invention — a law — it can pelletize by the method and practical use can be presented as a pellet 
catalyst Moreover, a coat can be carried out to honeycomb support base materials, such as cordierite and a product made from metal, 
and practical use can also be presented as a monolithic catalyst And an oxidation catalyst, a three way component catalyst the 
catalyst for lean burn, the catalyst for diesels. and NOx It can use for applications, such as occlusion and a reduction type catalyst 
[0018] 

[Example] Hereafter, an example and the example of a comparison explain this invention concretely. 

(Example 1) 2-propanol 75g and 2-methoxy methanol 25g are mixed, and it is about Sr (OC3H7)2 in this mixed solvent 1.1 87g Pt 
(C5H702)2 0.756g was supplied, it stirred at 70 degrees C under the ring current for 12 hours, and the alkoxide solution was prepared. 
[001 9] On the other hand, 2-propanol 75g and 2-methoxy methanol 25g are mixed, and it is marketing in this mixed solvent MgAl 204 
(specific-surface-area 40m2/g) In addition, 28.77g was stirred, it heated at 70 degrees C, and support dispersion liquid were prepared. 
Next the 70-degree C above-mentioned alkoxide solution was added into 70-degree C support dispersion liquid, and it held at 70 
degrees C, and stirred under the ring current for 1 hour. There nickel(CH3COO)2.4H20 478g added, and it held at 70 degrees C, stirred 
under the ring current for further 1 hour, and considered as suspension. 

[0020] It is deionized water, stirring the above-mentioned suspension furthermore. 0.208g was added gradually, and it held at 70 
degrees C, and stirred under the ring current for 5 hours, and hydrolysis and aging were performed, the obtained suspension — 
aspirator 100 degrees C — after cleaning — further — inside of N2 it degreases at 300 degrees C — it calcinated at 500 degree C for 
3 hours, and the catalyst powder of this example was obtained To tliis catalyst and 20MgAI4 carrier surface It is thought that Pt 
multiple oxide layer expressed with Sr3NiPt06 is formed and constituted, and the amount of support of Pt is 1.25 % of the weight 
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[0021] (Example 2) 2-propanol 75g and <Fmethoxy methanol 25g are mixed, and it is abouT5rit)C3H7)2 in this mixed solvent 1.582g 
Pt (C5H702)2 0.756g was supplied, it stirred at 70 degrees C under the ring current for 1 2 hours, and the alkoxide solution was 
prepared On the other hand. 2-propanol 75g and 2-methoxy methanol 25g are mixed, and it is marketing in this mixed solvent MgAI 
204 (specific-surface-area 40m2/g) In addition, 28.77g was stirred, it heated at 70 degrees C, and support dispersion liquid were 
prepared. 

[0022] It is deionized water, stirring the above-mentioned suspension furthermore. 0.208g was added gradually, and it held at 70 
degrees C, and stirred under the ring current for 5 hours, and hydrolysis and aging were performed, the obtained precipitate — 
aspirator 100 degrees C — after cleaning — further — inside of N2 it degreases at 300 degrees C — it calcinated at 500 degree C for 
3 hours, and the catalyst powder of this example was obtained. To this catalyst and 20MgAI4 carrier surface It is thought that Pt 
multiple oxide layer expressed with Sr4Pt06 is formed and constituted, and the amount of support of Pt is 1 .25 % of the weight 
[0023] (Example 1 of a comparison) a 31 3g dinitrodiammine Pt water solution (it contains 0.2% of the weight as Pt) — 20gamma- 
aluminum3 50g powder (specific-surface-area 1 80m2/g) — in addition, stirring, it is on a water bath and moisture is evaporated — 1 20 
degree C — one whole day and night — after desiccation and inside of atmospheric air It calcinated at 500 degrees C for 1 hour, and 
the catalyst powder of the example 1 of a comparison was obtained 

[0024] As for the catalyst of this example 1 of a comparison, Pt is considered to be supported by high distribution even inside the pore 
of 20gamma-aluminum3 particle. 

(Example 2 of a comparison) 2-propanol 1500g and 2-methoxy methanol 500g is mixed and it is about Sr (OC3H7)2 in this mixed 
solvent 31 .64g Pt (C5H702)2 1 5.1 2g was supplied and it stirred at 70 degrees C under the ring current for 1 2 hours. Further 9.56g 
nickeKCH3COO)2.4H20 was added, and it held at 70 degrees C, stirred under the ring current for 1 hour, and the alkoxide solution was 
prepared 

[0025] Stirring this alkoxide solution, 4.1 6g of deionized water was added gradually, and it held at 70 degrees 0. and stirred under the 
ring current for 5 hours, and hydrolysis and aging were performed, and the obtained precipitate — aspirator 100 degrees C — after 
cleaning — further — inside of N2 it degreases at 300 degrees C — it calcinates at 500 degree C for 3 hours — Pt multiple oxide 
powder expressed with Sr3NiPt06 was prepared. Next it is marketing to this Pt multiple oxide powder. MgAI 204 (specific-surface- 
area 40m2/g) In addition, it often mixed with the mortar and 28.77g of catalyst powder of the example 2 of a comparison was obtained. 
This catalyst and 20MgA14 support Pt multiple oxide expressed with Sr3NiPt06 is mixed and constituted by homogeneity, and the 
amount of support of Pt is 1.25 % of the weight 

[0026] (Example 3 of a comparison) 2-propanol 1500g and 2-methoxy methanol 500g is mixed and it is about Sr (OC3H7)2 in this mixed 
solvent 23.74g Pt (C5H702)2 15.12g was supplied, it stirred at 70 degrees C under the ring current for 12 hours, and the alkoxide 
solution was prepared. Stirring this alkoxide solution. 4.1 6g of deionized water was added gradually, and it held at 70 degrees C, and 
stirred under the ring current for 5 hours, and hydrolysis and aging were performed and the obtained precipitate — aspirator 100 
degrees C — after cleaning — further — inside of N2 it degreases at 300 degrees C — it calcinates at 500 degree C for 3 hours — Pt 
multiple oxide powder expressed with Sr4Pt06 was prepared 

[0027] Next it is marketing to this Pt multiple oxide powder. MgAI 204 (specific-surface-area 40m2/g) In addition, it often mixed with 
the mortar and 28.77g of catalyst powder of the example 2 of a comparison was obtained. This catalyst and 20MgAI4 support Pt 
multiple oxide expressed with Sr4Pt06 is mixed and constituted by homogeneity, and the amount of support of Pt is 1.25 % of the 
weight 

(Example 4 of a comparison) 2-propanol 1500g and 2-methoxy methanol 500g is mixed and it is about Sr (0C3H7)2 in this mixed 
solvent 31 .64g Pt (C5H702)2 1 5.1 2g was supplied and it stirred at 70 degrees C under the ring current for 1 2 hours. Further 9.56g 
nickel(CH3CO0)2.4H20 was added and it held at 70 degrees C, stirred under the ring current for 1 hour, and the alkoxide solution was 
prepared 

[0028] Stirring this alkoxide solution, 4.1 6g of deionized water was added gradually, and it held at 70 degrees C, and stirred under the 
ring current for 5 hours, and hydrolysis and aging were performed and the obtained precipitate — aspirator 100 degrees C — after 
cleaning — further — inside of N2 it degreases at 300 degrees C — it calcinates at 500 degree C for 3 hours — Pt multiple oxide 
powder expressed with Sr3NiPt06 was prepared, and it considered as the catalyst powder of the example 4 of a comparison. 
Consisting of only this catalyst and a Pt multiple oxide expressed with Sr3NiPt06, the amount of support of Pt is 1 .25 % of the weight 
[0029] (Evaluation triaO About the catalyst of an example 1, an example 2, the example 2 of a comparison, the example 3 of a 
comparison, and the example 4 of a comparison, while observing the particle with the scanning electron microscope, the element of the 
front face was analyzed by EDX. In addition, EDX analysis was performed on the conditions shown in Table 1. 
[0030] 
[Table 1] 
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Although the catalyst of examples 1 and 2 was uniform, two kinds of particles were observed by the catalyst of the examples 2 and 3 
of a comparison. 
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[0031] The EDX analysis result of the cSByst of an example 2 is shown in drawing 3 . WrtiWrVcatalyst of an example 2, as shown in . 
drawing 3 , Sr and Pt were detected in all front faces. On the other hand, as shown in drawing 4 , Sr and Pt were not detected at all on 
surface [ most ] by the catalyst of the example 3 of a comparison. It is this part since Sr and Pt were detected by high concentration 
as the catalyst of the example 3 of a comparison was furthermore quantitatively shown in drawing 5 from the front face of few parts 
overwhelmingly. It is thought that it is the structure of Sr4Pt06. The phenomenon in which it was completely the same also in the case 
of the catalyst of an example 1 and the example 2 of a comparison was observed. 

[0032] With the catalyst of the example 2 of a comparison 20MgAI4 support Since it is clear that Pt multiple oxide of the shape of a 
particle expressed with Sr3NiPt06 is mixed to homogeneity, and is constituted As the above-mentioned analysis shows to drawing 1 
with the catalyst of an example 1, it is the shape of a particle. Pt multiple oxide layer 2 expressed with Sr3NiPt06 is formed in the 
whole surface of MgAI204 support 1 front face. With the catalyst of an example 2 On the whole surface of MgAI204 support 1 front 
face rt is clear that Pt multiple oxide layer 2 expressed with Sr4Pt06 is formed. In addition, it is at drawing 1 here. Although 20MgAI4 
support 1 was illustrated spherically typically, a front face may be an anomaly as long as it is a particle-like. 
[0033] Next with an ordinary temperature hydrostatic-pressure press (CIP), the catalyst of an example 1, an example 2, and the 
examples 1-3 of a comparison was pulverized after pressurization, and was fabricated to the pellet type of 1.0 to 1.7 mm, respectively. 
Each acquired pellet catalyst has been arranged to durability test equipment, and durable processing of 10 hours was performed at 
1000 degrees C in the durable model gas (what added S02 to A/F=1 6 fairly) shown in Table 1. 

[0034] each pellet catalyst after durable processing the valuation modeling gas (an equivalent for SUTOIKI) which arranges 2.0g to an 
ordinary pressure circulation type reactor, respectively, and is shown in Table 2 — 5L the flow rate for / — supplying — whenever 
[ catalyst floor temperature ] 500 degrees C, 450 degree C, 400 degree C, 350 degree C, and 300 degree C — and — The rate of 
purification in the steady state of C3H6 component in 250 degrees C and NO component was measured, respectively. In addition, the 
definition of the rate of purification is expressed with a degree type. The rate of purification = lOOx {(concentration in the 
concentration-appearance gas in close gas) the concentration in /close gas) 
[0035] 
[Table 2] 





Qi 


CO 


CH, 


NO 


CO, 


BiO 


ISO, 


N, 




0) 


(X) 


(O 


CO 


01) 


«) 


(ppb) 






LSO 


0.10 


0.057 


0.25 


14.5 


10 


50 


m& 




0.30 


0.20 


0.067 


0.20 


14.5 


10 




885 



From the obtained result the relation between whenever [ catalyst floor temperature ], and the rate of purification was plotted, 
respectively, and the temperature from which the rate of purification becomes 50% was searched for. A result is shown in Table 3. In 
addition, in Table 3, 50% purification temperature of C3H6 component is meant and 50% purification temperature of NO component is 
meant [ 50 / HC-T] in NO-T50. 
[0036] 
[Table 3] 
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Moreover, about the catalyst powder of the example 4 of a comparison, the same durable processing as the above was performed, and 
the specific surface area before and behind durable processing was measured. Consequently, before durable processing, specific 
surface area fell [ what was the specific surface area of 40m2/g ] to about 1m2/g after durable processing, and sintering had arisen. 
Therefore, as shown in drawing 2 , in the catalyst of the example 2 only of a comparison which mixed Pt multiple oxide powder and 
particle-like support powder, and the example 3 of a comparison, it is thought that sintering has arisen in Pt multiple oxide by the 
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[0037] And if an example 1 is compared with the example 2 of a comparison so that more clearly than Table 3, the catalyst of an 
example 1 has both 50% purification temperature of C3H6 component and 50% purification temperature of NO component lower than 
the example 2 of a comparison, and it is excellent in the purification engine performance after durable processing. If an example 2 is 
similarly compared with the example 3 of a comparison, the catalyst of an example 2 excels the example 3 of a comparison in the 
purification engine performance after durable processing. Furthermore, the catalyst of an example 1 and an example 2 excels the 
catalyst of the example 1 of a comparison in the purification engine performance after durable processing. 

[0038] That is, the catalyst of the example 1 manufactured by the manufacture approach of this invention and an example 2 shows the 
high purification engine performance compared with the catalyst of the example 2 of a comparison which mixed Pt multiple oxide 
powder and support powder, and the example 3 of a comparison, and this is considered that the catalyst of an example 1 and an 
example 2 is the effectiveness that sintering of Pt multiple oxide was controlled compared with the catalyst of the example 2 of a 
comparison, and the example 3 of a comparison. 
[0039] 

[Effect of the Invention] That is, according to the catalyst for emission gas purification of this invention, sintering of Pt can be 
controlled further, the high purification engine performance is discovered also after the durable processing heated at 1000 degrees C, 
and it excels in thermal resistance extremely. Moreover, according to the manufacture approach of this invention, it is stabilized and 
the catalyst which has the above-mentioned outstanding thermal resistance can be manufactured certainly. 



[Translation done.] 
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DESCRIPTION OF DRAWINGS 



[Brief Description of the Drawings] 
[Drawing 1] It is the typical sectional view showing the structure of the catalyst for emission gas purification of one example of this 
invention. 

[Drawing 2] It is the explanatory view showing the device of sintering in the conventional catalyst for emission gas purification. 
[Drawing 3] It is the EDX chart Rg. showing the ultimate analysis result on the front face of a catalyst of an example 2. 
[Drawing 4] It is the EDX chart Rg. showing the ultimate analysis result of the front face which occupies most catalysts of the example 
3 of a comparison. 

[Drawing s] It is the EDX chart Rg. of the catalyst of the example 3 of a comparison showing the ultimate analysis result of the front 
face of few parts overwhelmingly. 
[Description of Notations] 

1: 20MgAI4 support (particle-like support) 2 :P t multiple oxide layer 



[Translation done.] 
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immmm] 

im%2] S£*£tf7A'3*5/K*8#Lfc«« 
[000 1] 

v f>tNfcttae#ffuPI&ib * jtfclMf * iMfc/MkKfc 
[000 2] 

*tfc**MdMfcBK:H:. ttbft£J:l/C&* (Pt) % 
ns;*A (Rh) , /<7^A (Pd) fcifoft&JRjWB^ 

e>n, ^ix^a^^T/u^t- ( ai<oo tiz<r>mm 20 

T*«ttt*»^iS>5. ^oPdfcJfc^ra^ttttgttS: 
^■ffcfc, iij$fflo^^^^ftffi«*c:tt±iLTPt 

[0003] kz*>#?w*. m&<DV-^%®%*-?m. 

ft Six. ^>^y^fcJ:9*Effiai5*^Lr*felBStt 

ft, ptos/^ y ^«r»«ii-5#aoH**a< 30 

[0004] *:iT?*Pa^Att, ftfc^§fjBg62-27715 
SrlBSLTV^. rottBcitlS, &*OPt/Alt0,& 

aicifc^rpt©sR*^tf^^d«»tys*i.*fc*, » 

tt* t?ft T B < 4 o 0 , #§8 BB62-277150*^«»C 

tt, 1000 < CSr«^5±54ffl«-CfcPt<OW^y v^Sr 
»WJ-e* 5 * 5 

[0 0 0 5] tCT««H#6>««a«HB«:tTV\ # 
B¥l0-358*&«£i8l*-T\ KbTiV* 9 ±»5E»Xtt 

*T*#t-5Pt«[^IMfc*d*b4*tt*fc y-AlA»*£ 
*a*LTft6aa«ttl/0*S. COttflE^J:^ 

fcfc. iooota±©JB»Bttis»*-cS*. so 




1$08¥l 1 -2 6 2 6 6 3 



2 

[000 6] 

[36SMsj&?*L*5 fctSHl] *;i£##Hi¥l<>-358 

*3v^TPta*iMk»ic*5Sftos/># y v^tcs 

ZkiWbfrktt*)* Pt(DV^!>y^ise>l-»SI1" 
[00 0 7] 

[^£«fct-3fcfcO#&] ±!E^£«fc-t*;*:35 
fi**aBc*rt*JifcPt«*Bfl:*afc, «t?)45^t 

[0008] 

£ S-& LftrnGMtisy* y >^#*4 < 4 5 
j&ftLfc*^^:/* y v^isftfc»« Sit* r £ #fl, 

[ooo9] i-4bt»*«w<oiif*^}WM«arctt % 

BMkftfi**ffi^Pt«^iMk*Ji355*ril*JxTV^, £ 

*<4»K Pt^Sfeftteo^v^y^^W^Sn^t 

*-#=7» ^3=r, i?yr % i/yfl-T/us-j- 
4£*&atfhs-«*\ xttawttawu-rfflv^ 

SMkttt<07/i/3&y±a&JRi:EiEU Pt«£SMM&*> 
«3W^UT«BZHt^T1-6tl*#*S^ Ufa* 

ttSrJBv^rtasa^UN, cn^ctDSftfefifttPt 
&&&fcV0k<OR&i>WMZtiZ1tt>, imomtK&tf 

[ooio] r^j:54«^Kfttefiftturi±, r& 

-7^$^4^fc7/u*y±3HAaXtt7V^y-f K5c 

SUHMUttt, M-eAl f Si.Ti,Zr,Ce4ifS:*U XT? 
7/u*y±aA«X»7^/-f K7£*«r*1-4, 
Jt"CX:M=l : 0.3-1 :20©fiH^ff*L<, X: 
M=l : 0.5-1 : 4 WttH^»»Cff* LV\ 
[0011] aftM#«)ttJEBWtX^«f 




(3) 



3 



xfcs 0 B^«r«-eifc«ffia^«ftt4it*iff. i5mVg 

(1) X4PtO, (X =Ca,Sr,Ba,Mg) 

( 2 ) X' Pt,0, (X' = Sc, Lai Pr) 1 ^^Sc, La, Prft'< 

(3) SrX"PtO. (X"=Co,Ni,Cu) Zftbft SnPtO,<D 

(4) BatZP'tO, (Z =Pr,Ce) 

(5) BaaYJ^O™ 
±ELfcPt«£^»fc4fefcCU, Ni, CO, Fe4 

2 tltzi><Dtyftti\,<R^%Zt Z 

<o&? 4*&JB «r«*fti-« citeJ:!), flkKoB&tt 
tf-JBflUrT*. 0J;itf X#BaX$ fefcCufc^lTf S 1 
<P&0W1~$£, Ba^uPtjO., Ba,YiCuPtO>, Ba,Y,Cii» 
PtOiB, BajY^u,PtOio, Baj^rLtYjCu^tOw, Bajtot 
CuPtOi, BatHotCuJ'tOiD, BatEnCuPtOi, BasEnCujPtO 

x&z&mibti*. 20 

[00 12] Pt«*»ft*JB^»*tt, 0.05/iin^Tt 

t m\zmt u \ ?m%mmm<ow. s < 4 s 

pta^SftteSrt^'-fte^K-eoi/^^y 
*C**5fc45fca#*L<4i\, 
ftffltt«t*tt, «^ofc«ffi«**g5fc#fc+aPt^;r 

£i:fc:4*o Jt*flB»*r**<+5lctt, -LELfcJ;? 

u \ z<dxo \z»mvt<o?m&m.ma 
too 1 3] zzx^xmvmxxmwMmz&feL 

80 KJ:9ftfflMMM*XMUTvtft. 771^** 40 
[0 0 l 4 J *«WoKaJ6rttl:fflv^bii5SMfc«fift 

turn *«w«>t»^^iWkffl«Kt«v^fc«ft«a so 




f^M^F 1 1-2 6 2 6 6 3 



4 



^pt^Kft^ c i 3 coT>'^y±s^mtsjSL, pt«^ 

[0 0 15] c<DJ:54fl[^IWtWi*fctTtt, 7* 

5*, *>y;&, ^*~r, s?/u=i=t, -feiir, *>y;t> 

SUMftSfctt* MXAl,Si f Ti.2r,Ce44f**U XX 

JtXX:M=l : 0.3-1 : 20OttB**# * t < > X: 
M=l : 0.5-1 : 4©ttHOT*fc#*U\ 
[0 0 16] HMfc«fi#©tt:*ffiattKvMiifa*LV^ 

Xfc* 0 B^W«-Ctt:*lW#«fct4lt*ttf. 15aVg 

^KMMitaWIfcLXtt. *ar/V3-/ui^a-e 

v\ citfcJ:9iD*^«l»<DPtr-fef-/uT-fefV-ho 

[0017] abftfc^moflutri* ^fetdiD^u 
y hitL^y htmbLxnmz&-rzzk&-?% ■ 

xt 5o ^LxiWk««t, Htc^ y-v/<->ffl« 

ffi, ^^—tf/wffitttt, NO, KB • S7cattj«4^^ffl 
[00 18] 

y-M5gtl*U wWjB^tttlwSrtOCA)!*: 
M87gfc Pt(C^HK)JiS: 0.756gftAUX, «atTX7 
0 < CX12«fffl»# 1X7^3^5/ K»tt*H«Lfc. 
[0 0 19]-*, 2-ya/</-/U75g 2-^ h^r 
•>^^y-/^5g«:j&&U w^jg'&SJi* tCrtJKO U 
gAlA (ttS^Om'/g) 28.77g*0x:XS^t, 

7ot:ti«ijistxa*»*»«r««tfc. ftic7ot:os«: 

^^^l^70 < CO±f2T/U3dr^ KWKtrlOt^ 70t:Jr 
«»LX««TXl#H»#Ufc. Ni(CH,C00)t 
• 4IW)«r 478gKftIU 70 < Ci^^UX^gtTX$biC 




[0 0 2 0] S&fc±e»««fc»#L4#^ ft** 
0.208gS:ffe*fc«!«lU 70 < Cfcft»L-CSaT^ 

»*7*tfU-*fc-C 100t;^ftffitt<*fcfcNs+ 300<C 

■eftlHu 500 l CT?3i»lBft*Lr, ttOMniUm 
*«r»fco roMKtt, MgAlAfifr^ffilc SnNiPtfc 

[002 1] (XJKM2) 2-yn/<y-/l/75gi2-r 10 

(OCjHt) A 1. 582 g t Pt (COWi) A 0. 756 g fi A L 
T\ gt«Tt , 70 , C"ei2«Fffla»L-cr/l-3^S/K«a4 
BSStfco 2-;/n'V-/W5g£2-* h*f 

**/-/U25g £fi£U ^^SSWCrfTlStf) MgA 
li0 4 OtaffiSWW/g) fc 28.77gAD;tTK#U 70 

[00 2 2] 4&fc±OT*«*MfU4#b, ft* * 

^* 0. 208 g icsaw u 7ot:fc»» ur smt-c 
sttratu an*^-*u««Tofc. abJitttiB 20 
feSrr^tru-^icT loo^ft^SfetNx* 300t 
■ejttffiU soot-cattBBftrtux. **tfc«<o«a«& 

^^^6Pt®^K^®^^^nr^$ixTv>5^ 

^X^il, PtOfi«p*f±1.25«ft%-C*)5. 

[0 0 2 3] (Jt««l) 313 g 4) 5?= ho^TV^P 
t**« (PtitT 0.2SS%£tf) K5Og<0y- AljO 

49* iiaam isomVg) mb*.-c. *»u4#b 

♦ fer soot:-e 1 MHttftutttH 1 <ottO»**» 30 

[0 0 2 4] ^OftttmoMIKNU y-Aldfttt?-© 

So 

(JUM2) 2-^n/<y-/H500gi:2-/ h*5^ 
500g«rftfrU Cff>ft&m i f l £Sr(0GA)i 
*r 31. 64 g 4 PtttKW.fe 15.l2g&ALT, gfftT 
T7GC?12l*|IHftt Lfc, $ b \Z Ni (CH,C00), • 4H££ 
9. 56 g SKIP U 70*CfcfiWLT«atTTl«FB8H»tr • 
T * KBSttBiffi Ufco 40 

[0 0 2 5] COr/U=4r5/K»«S:«#t4^b, ft 

**:oM.i6gfc#*K:*tou 70tfcfiM*LTjBltT 
n^fts^^r^eu-^icT loofc-cftKasbfcNi 

* SOO'tT-ftJIiU 500t;?3f$f!fljfe&Ut, SnNiPt 

0.-c**ii5Pta^lMk*ft*SrB«Lfc o fcfc, 

g) Sr 28. 77 gin *#-cJ:<»*ur«:««2©*t 
tt»**»fc. UghiA&itk Sr^iPto, 




»HWl 1-262663 



6 

*ls PtWfiJ**ttl.25«a%-C*5. 
[0 0 2 6] (&RW3) 2-7 f o/V-/H500g£:2 

500g*»£U C 
lCSr(OCA)ifr 23.74g£ Pt(GHA)iSr 15.12g£A 
LT, g«STT*70 < CTn2^Kffi^tTT/v=2^i/K^ 
fc88«Lfc. COT^=i*^FJM([ft«»Lft*6, ft 
^^■v*4.l6gSr«fc-»fcJ8ftlU 70 , tlcft#LTSHffiT 
■es»W»U JD*»»-*J*S:f7ofc. *LT»6 

tiittmv**Tx\?i'~-*izx ioo < ct?«jB*se>fcKi 
t 3oot:-eftflgu sooic-c 3 ttiBRrtLr, srftOb 

[0027] z<o?m^mm^mz^m<o MgA 

1A (fc*H6«40af/g) Sr 28.77g*Dt, 

^trit*«2o«B(E»5fe«r#fc. cco&igf*, MgA 

B&Ztlxm&IStl* Pt©a««kBtl.25WI%-Cfcft, 
Ut««4) 2-rn/</-/UlS0Ogfc2-^ K*^ 

500g«rtt£u wO2g£fc&4McSr(0CA), 
Sr 31.64gt Pt(CJiiOi),Sr 15.12g&ALT, StSET 
-e7<fc-C12WB»#Lfc. Ni(O«XX)),-4H20Sr 
9. 56 g Saw U 70 < C»C^UT^TT*l^a^LT 
r/i^=i#^KSffl[Srafitfco 
[a0 2 8]^©T/ua^>K»»feWPL4*Jb, ft 

-f*^*4.i6gSrife*fcsaHiu 7o , cic««ptraaiF 

* 300t:T*ftj^U, SOO^Ct? 3 \%mm&LX, Sr^iPt 
0i-C*Sn5Pt«-&iM:«»**r»«L. «:8B«I4(D^ 
&tfcfc£Lfc<> COtttttt, Sr^iPt0.-CS$H5Pt« 

*BfUfe«>M^«iA»tt % pt<os«pfirti.25fifi%-e 
hi. 

[0029] it^K) ^i£^]2, mm 

[003 0] 

[Sil 





20.00 kV 




0.22 nA 




3.63 keV, 8.50keV 




90.0 £ 


X»RfflLA* 


30.0 fi 




100^ 



MMl, 2ottKttJ&-**>ofc# % JtttH2, 30 

[003 1] jtll«l2a?tt«t«)EDX»«f»fttH3fc 
^1". **«2 05ttttT?tt, H3tc*1-J:5li±TW* 



(5) 



<fM8¥l 1-262663 



8 



ttitCtt, 04l^i- < t9tw^ffiOi5i:A/if-CSri:Pt^ 

fc J: 9 l ottlTCtt* B 1 V»tt i \z&*#i<0 
UgAlA&tt 1 *B©£BfcSrtfiPt<ve*Sft3Pt£ 
£BfldbB2#»rtSft, A*fl2«>flMrci2 UgAlgOi 
fifcl*B*>±Bfc Sr4PtOi"C«S*l*Pttt^lMfc4ba 



10 



* [0033] Rfc, £ttffl» XllEM2St;Jtlk0ll- 
3<0«fcttSr-tJi-pix»jfl»*ffiyw^ (CIP) irioT 
ADE£ft*U 1.0- 1.7fln4>"Cl/y FttKfigJgLfc, 
abftfctft-Ww^Uy hlMltrB^KKBBirEB 
U * 1 fc^BA^fOujlf* (A/F=16te3fc SO, 

^^otfcfcco) ticnooot-eioflFiBoB^ftasrffo 

[0 0 3 4] B^toa«0#^^y htttt 2.0g^^iX 
U"C tttt£BA# 500<O, 450*0. 400*0, 350*0, 

S:-e$$JiSo iWfc»= ioox { cwf^^ftt-ffl 

[003 5] 
[£2] 





Qi 


CO 


CE, 


NO 


CQ, 


EiO 


ISO, 






«) 


. «> 


CO 


CO 


05) 


tt) 


(jjpb) 






1.50 


0.10 


0.057 


0.25 


14.5 


10 


SO 






0.30 


0.20 


0.067 


0.20 


14.5 


10 




55® 



»feftfcttftj&»fc* ftfeOflciaJEtiWfc^fcoH**:^ 
f^byhU jM2*3^50%t45ffl«S:**fc. tt 
HktttS\C»t m 4^3^*31^, HC-Tw^riCH^ 
#<a50%j$Mfc&&£jt9fe U NO-Tsod! teN0$#<O50%fr 

[003 6] 
[£3] 



30 







HC-T50 


NO-T50 


mil 


Sr.NiPtO^/UgAUa 


3310 


393*0 


2 


SnPOa/teAUOi 


3520 


410O 


JtfcWl 


Pt/Ahfc 


38913 


4210 




Sr.NiPtfc+lteAUO* 


3500 


413*0 




Sr^+MgAUQ* 


3740 


4460 



40 



ft-. B^teamfc^omVg^JtSfffiar-foofcfco 



fc. Pt««BAA»«i:tt?ttfi«»3k&«:B«L^ 
lt^lfctt«2atftt:tt«3©*«El3:*5^-C.tt, BAKU 
ic J: 9 Pta^BMfc* v ^ t n tl 

[0 0 3 7] *LT*3J:$W**»4J:5fc, Jtttfll 
tJt««2«rtt:tt1-6t, «fc« l ott«o**«(^S 
»©50%jMsffltotwwtf»<o50%»fl:!a*# fc tfcit 

vm&xtm 2 * ttm\ 3 ztm-tz t . tmmznM 

«o*^it»W3 J: 9 B^&a«^^f4IB^fint:^ 
So SfelcjtJftWiXt;itl6« 2 *fctfc0«ltf> 

[00 38] 1-*fr*>, *&9JO«^fclcJ:9«jg<* 
fifcHJfcfl! 1 2 ottSll, Pt«^ttft*fi« 

t &ft»£*S£ Lfcit&flj 2 ft Wtttfll 3 (DttfflEfcJt 
^T»v^ftttttSr*L, cftl«llfcmfttf361Eei2 

(ottjR»ittt0y 2 & u%tM 3 <o«js^ifc-<-cptis^a 

[0 0 3 9] 

titf. Ptos/y^y v^Sr-BftsW-et, looot-eiaufc 
1-* BMHttfc t iSiv *JM:ttfi#a31i< ftBSRtefc # 

12 LfcB*ifcB«tt«:fr|-8ttJ(t«:S« LTBJtfcBa 




9 



[02] %*a&#zmkRt&mzisvzi'>f' >) 
mi) 




VffflW-l 1 -2 6 2 6 6 3 



10 

[04] tt&W3<»tem<D*;mt:isit>5mm<07t$& 

[0 5 ] tt&M 3 ettKeEMfttc^ttv 
jc^tf&SSvTW-EDX^-r- K0T-fc5. 
[ftf-ORHU 

1 : HgAlAfi* CtWK&fc) 2 : Pt«*»MMi 
[02] 




T3lf 



< 0.00 
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